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Heatable Glazing Panel 

The present invention relates to an electrically heatable glazing panel. 
In the case of heatable glazing panels comprising an electrically 
conductive coating layer and being of substantially regular shape, for example 
rectangular shape, electrical current is brought to a conductive coating layer through, 
5 for example, metallic bus bars, which are substantially parallel one to anolher. In this 
particular case the distance between the bus bars along their whole length remains 
substantially the same. The electrical resistance of the current path along the length of 
the bus bars Is therefore substantially the same. When submitting such glazing panels 
to a given voltage, the amount of heat generated will be substantially uniform 
10 throughout the whole surface of the glazing panel covered with the conductive 
coating layer. 

In the case of heatable glazing panels of substantially irregular shape, 
for example glazing panels with application in the automotive, railway or 
aeronautical field, bus bars may diverge at at least one portion along their length. 

15 The distance between the bus bars therefore varies and consequently the electrical 
resistance of the current path also varies. Therefore, when submitting such glazing 
panels to a given voltage, the amount of heat generated will vary along the length of 
the bus bars, thereby creating the risk of local areas of overheating which may 
damage or destroy the conductive coating layer. Furthermore, when such heatable 

20 glazing panels are used for de-misting or de-icing purposes, certain areas may de- 
mist or de-ice more rapidly than others. This may create problems of visibility for an 
observer looking through such a glazing paneL 

The present invention provides a heatable glazing panel according to 

Claim 1. 

25 The term "diverging" as used herein refers to bus bars which are 

substantially non-parallel along at least part of their lengths. 

When applying a voltage across the coating layer of the glazing panel 
according to the invention via the first and second bus bars, the temperature may be 
substantially the same across all active and passive coated zones without the 
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presence of significant local areas of overheating. This may be assessed, for example, 
by comparing the average temperature at one 5cm 2 area of the glazing panel and 
comparing this with the average temperature at another, spaced 5cm 2 area of the 
glazing panel, particularly when the glazing panel has been heated for a sufficient 
length of time for it to reach a stable or equilibrium temperature with its 
surroundings. 

The passive coated zone which is adapted to be substantially non- 
heatable electrically may be arranged so that when a voltage is applied across the bus 
bars, no electrical current passes through this zone. Alternatively, a small electrical 
current may pass through this zone, for example by way of leakage, but at an 
intensity which does not significantly heat this 2one, particulaify compared with the 
heating effect caused by the passage of electrical current through the active coated 
zone. 

Bom the passive and the active zones are covered with the electrically 
15 conductive coating layer. Preferably, the electrically conductive coating layer is 
provided at at least 50% and more preferably at at least 60%, 70%, 75%, 80% 85%, 
90% 95% or 98% of the total surface area of the glazing panel 

Arranging the coating layer over a significant or major portion of the 
surface of the glazing panel as referred to above and arranging the coating layer into 
20 passive and active coated zones may facilitate the production of a heatable glazing 
panel having a substantially harmonious visual appearance across it entire surface. 

According to a preferred aspect, the invention provides a glazing panel 

as defined in claim 2. 

In embodiments in which the glazing panel comprises at least one 

25 active coated zone and two passive coated zones these may be arranged such that 
the fiist active coated zone is positioned between the first and second passive coated 
2ones. The first active zone is preferably adjacent to the first passive zone. Heat 
generated by passage of electrical current through the active coated zone may be 
dissipated towards the adjacent passive coated zone or zones. Appropriate choice of 

30 the size, configuration and position of the active and passive coated zones may allow 
a substantially similar temperature to be achieved across the active and passive 
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coated zones despite the fact that rt is only the active coated zone which is actively 
heated by passage of electrical current For example, the variation of temperature 
across at least two adjacent active and passive coated zones, more preferably across 
all active and passive zones of the glazing panel, may be less than 15°C and 
preferably less tiian 12°C, 10*C, 8°C, 5°C or 2°C particularly when a voltage is 
applied across the coating layer of the glazing panel via first and second bus bats and 
after the glazing panel has reached stable or equilibrium conditions with its 
surroundings, the surroundings being at room temperature. In a particular 
embodiment of the glazing panel, the average temperature across all electrically 
beatable zones once equilibrium conditions have been reached is of about 40°C. 

In some embodiments of the present invention there are at least 2, 4, 
5, 8, 10, 15, 20, 25, 30, 45, 50 or 100 passive coated zones and at least 2, 4, 5, 8, 
10, 15, 20, 25, 30, 45, 50 or 100 active coated zones. Preferably, the passive and 
active coated zones are interspaced across the entire, across the majority, or across at 
least part of the surface of the glazing; the passive and active coated zones may be 
arranged in stripes or strips across the surface of the glazing. 

Preferably, the passive and active coated zones are delimited by one or 
more zone boundaries which are substantially insulating. The expression 
"substantially insulating" as used herein refers to a 2one boundary which is less 
electrically conductive than the coating layer or which is substantially non conductive 
of electrical current Therefore, the zone boundary may act as a barrier to electrical 
current between the active and passive zones. 

A zone boundary may be provided by applying pattern wise over the 
conductive coating layer a material which is less conductive than the coating layer. 
Preferably, zone boundaries are provided by one or more non-coated portion of the 
glazing panel The one or more non-coated portion may have an electrical resistance 
such that substantially no electrical current flows through it when a voltage is applied 
between the bus bars and thus may be substantially not conductive. The one or more 
non-coated portion may be provided by applying pattern wise to the substrate a 
masking agent before depositing the electrically conductive layer and removing 
subsequently the masking agent covered with the coating layer. Alternatively, the one 
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or more non-coated portion may be provided by removal of the conductive coating 
layer after deposition. Advantageously, the coating layer may be removed with a 
laser, for example a laser DIODE, The zone boundaries may be substantially invisible 
to the naked eye, particularly if formed by laser removal of part of the coating layer. 

5 Advantageously, the width of the zone boundary is less than 150 fim, preferably less 
than 100 pjm, more preferably less than 50 pm, most preferably less than 10 fim. 

In a preferred embodiment, the first bus bar is provided adjacent to an 
upper edge of the glazing panel and the second bus bar is provided adjacent to a 
lower edge of the glazing panel 

10 Advantageously, the active and passive coated zones are provided in 

the form of strips having substantially parallel sides along their lengths. This may 
facilitate the flow of electrical current from first to second bus bars in the electrically 
beatable active zones and/or may facilitate propagation of heat from the active to the 
passive zones. 

15 Preferably, the passive coated zone has a width of less than 20 mm, 

more preferably less than 10 mm and most preferably less than 5 mm. 
Advantageously, the width of the active zone is less than or equal to ten times the 
width of its adjacent passive zone. 

The embodiment defined in claim 10 may facilitate a control of 

20 temperature across different portions of the glazing panel. 

Arranging for the ratio (surface area of passive coated zone/surface 
area of adjacent active coated zone) to be greater at portions of the glazing panel 
where the bus bars are close together in comparison to that at portions of the glazing 
panel where the bus bars are further apart may facilitate a control of temperature 

25 across different portions of the glazing panel. This may be particularly useful where 
the active and passive coated zones axe provided in the form of strips or bands. The 
ratio (surface area of passive coated zone/surface area of adjacent active coated 
zone) is preferably less than 10, for example of 8, 7 or 6, most preferably less than 5, 
4, 3 or 2. 

30 Arranging at least 50% of the surface area of the coating layer to 

comprise active coated zones may provide a good compromise between the visibility 
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through and the aesthetic aspect of the glaring panel, and a quantity of heat 
generated sufficient to achieve de-misting and/or de-icing of the glazing paneL 

The first and second bus bars may be formed by deposition of a noble 
metal paste, for example a silver paste, or by deposition of a metallic ribbon, for 
5 example a copper ribbon, or by any other method. 

Arranging the electrically conductive coating layer to be a solar control 
coating layer may enable the functions of preventing excessive passage of solar 
energy through the glazing to be combined with heatabiliiy of the gla2ing panel- The 
term "solar control" refers to a coating layer that increases the selectivity of a 
io substrate, that is increases the ratio of incident visible light transmitted through a 
substrate to the incident solar energy transmitted through the substrate. The 
conductive coating layer may be a low emissivity coating. 

The conductive coating layer may be deposited by a vacuum 
deposition technique, for example by magnetron sputtering. Alternatively, the coating 
15 layer may be pyrolytically formed, for example by chemical vapour deposition or 
formed In some other way. The coating layer is preferably present over the entire 
surface or at least over substantially the entire surface or over the majority of the 
surface of the substrate* 

In one preferred embodiment of the present invention, the coating film 
20 comprises at least one metallic infra-red reflective layer. The coating film may 
comprise a sequence of layer as follows: dielectric layer/siiver/dielectrfc 
layer/siiver/dielectric layer. The dielectric layers may comprise, for example, tin oxide, 
zinc oxide, silicon nitride, titanium oxide, aluminium oxide or mixtures of one or 
more thereof. 

23 The electrically conductive coating layer preferably has a resistance 

comprised between 2 and 100 ohms per square, preferably between 2 and 25 ohms 

per square, for example, 2.2, 3.0, 15 or 20 ohms per square. 

In the glazing panels according to the present invention, the substrate 

may be glass, for example a sheet of flat glass, particularly a sheet of flat glass 
30 Intended for subsequent use as or incorporated in an architectural or vehicle glazing 

panel. It may undergo a thermal toughening treatment or a bending treatment before 
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or after the coating layer has been deposited onto at least part of its surface. 
Alternatively, the substrate may be a rigid or flexible plastics sheet material which 
may equally be intended for subsequent use as or incorporated in an architectural or 
vehicle glazing panel. Particular embodiments of the invention are defined in claims 

5 16, 17 and 18. 

The present invention is particularly applicable to a glazing panel of 
substantially irregular shape, that is, a glazing panel which has an acute angle a 
formed by the lower edge of the glazing panel and by the tangent to a side edge, 
particularly where a is less than or equal to 60°, 55% 45°, 40°, 35°, 30*. 25*, 20° or 

10 15° and even more particularly where the first and second bus bats are positioned 
along or adjacent to those edges. The glazing panel may be a side window of a 
vehicle or a train, a windshield of an aircraft or a glazing panel with applications in 
the nautical field. Particular embodiments of the invention are defined in claims 19, 
20 and 21. 

15 The glazing panel may be adapted to have a voltage of between 10 

and 100 volts applied across the bus bars, preferably between 30 and 50 volts. 
Particularly for automobile applications, a voltage of 32 volts, more preferably 36 
volts, most preferably 42 volis, is applied. The heat generated by the active zone 
heatable electrically is preferably comprised between 250 and 750 watts per square 

20 meter. 

In embodiments in which more than one pair of spaced bus bars axe 
provided, the glazing P anel ma V be adapted to have the same or substantially the 
same voltage applied across each pair of bus bars* 

Particularly where the glazing panel is provided in monolithic form, the 
25 electrically conductive coating layer may be partially or entirely covered with an 
additional external coating (which is preferably substantially non electrically 
conductive), for example a lacquer. This may prevent the electrically conductive 
coating from being an exposed coating layer and may serve: 

♦ to provide electrical insulation between the electrically conductive 
30 coating and its surroundings; and/or 
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♦ to protect the electrically conductive coating from abrasion; and/or 

♦ to reduce tendencies for the electrically conductive coating and/or 
the zone boundaries to accumulate dirt and/or to become difficult to 
clean. 

5 The invention will now be described, by way of example only, with 

reference to: 

Fig. 1, which is a schematic representation of a glazing panel; 

Fig. 2, which is a graph of the temperature distribution across a glaring 

panel; 

10 Fig. 3, Flg.4, Hg. 5 and Fig. 6 which are alternative forms of glazing 

panels. 

Fig-1 shows a glazing panel (22) comprising a glass sheet (1), a 
substantially transparent, electrically conductive coating layer (2), a first bus bar (3), a 
second bus bar (4), a first passive zone of the coating layer which is adapted to be 

15 substantially non-heatable electrically (5), a first active zone of the coating layer 
which is adapted to be electrically heatable (6), a second passive zone of the coating 
layer which is adapted to be substantially non-heatable electrically (7) and insulating 
aone boundaries (8), (9), (10), (11) (12), (13), (14) and (15). Fig.l shows additional 
active zones adapted to be electrically heatable (16), (17), (18) and (25), and 

20 additional passive zones adapted to be non-heatable electrically (19), (20) and (21), 
All of these zones are delimited by insulating zone boundaries. 

Fig. 2 shows a diagram of the temperature of the glazing panel 
measured along line BB at the surface of the glass sheet on which the coating film is 
deposited of Fig 1 when the glazing panel (22) has been subjected to a voltage of 42 

25 V across its bus bars for 9 minutes. The temperature is measured by image treatment 
of a thermograph as a function of the number of pixel Point (111) represents the 
temperature measured in °C for passive coated zone (5) and point (122) represents 
the temperature measured in °C for active coated zone (25). Other points of the 
diagram comprised between points (111) and (122) represent the temperatures 

30 measured for the other active and passive zones of Fig. 1 . 

The glazing panel (22) may be produced as follows. 
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A gjass sheet having a surface substantially covered by an electrically 
conductive film having a resistance of 15 ohms per square is cut to the dimensions of 
a side window of an automobile. 

The zone boundaries are subsequently traced using a DIODE type laser 
5 and using three successive passages of the laser, each passage having a width of 70 
fim with an overlap of 45 fim so that the insulating zone boundaries have a total 
width of 120 /mi. 

The insulating 2one boundaries delimit: 

♦ a first passive zone (5) adapted to be non-heatable electrically 
io which has a width of 10 mm 

♦ an adjacent, first active zone (6) adapted to be beatable electrically 
which has a width of 1.4 rntn 

♦ an adjacent, second passive 2one (7) adapted to be non-heatable 
electrically which has a width of 10 mm 

15 f and so on so as to form about 28 additional passive zones which 

are adapted to be substantially non-heatable electrically, for example 
zones (19), (20) and (21), and about 28 additional active zones which 
are beatable electrically, for example zones (16), (17) and (IS), which 
zones alternate with each another. These zones are formed 

20 substantially in the portion of the glazing panel where the bus bars 

diverge. 

The widths of the active and passive zones are given in table I as a 
function of the distance between first bus bar (3) and second bus bar (4). Values of 
the ratio of the surface of the passive non-heatable zone to the surface of the 
25 adjacent active beatable zone are given in table L 

First and second bus bars are formed by screen-printing a layer of silver 
paste of 10/xm thickness and 5 mm width, followed by deposition of a layer of 
enamel 15 thickness to mask the silver paste layer. 

The glazing panel is then tempered to form a heat treated, monolithic 

30 glazing panel. 
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Table I 



Distance between first and 
second bus bars 


Width of passive 
(non-heatable) zone 


Width of active 
(beatable) zone 


Ratio (surface area 

passive 
zone/surface area of 
adjacent active 
zone) 


flnm] 


ri « 

pnml 


[mm] 




150 


t4 A 

10 


1.4 


7JS 


155 


10 


1.5 


6.6 


160 


10 


1.6 


6.3 


165 


10 


1.7 


5.9 


170 


10 


1.8 


5.5 


175 


10 


2-0 


5.1 


180 


10 


2.1 


4.8 


185 


10 


2.2 


4.5 


190 


10 


2.4 


4.2 


195 


10 


2.6 


3.9 


200 


8 


2.2 


3.7 


205 


8 


2.3 


3.4 


210 


6 


2.5 


3.2 


215 


8 


2.6 


3.0 I 


220 


8 


2.6 


2.9 


225 


8 


I ao 


2.7 


230 


8 


3.2 


2-5 


235 


8 


3,4 


2.4 


240 


6 


3.6 


2.2 


245 


8 


3.8 


2.1 


250 


8 


4.0 


2.0 


255 


8 


4.3 


1.9 


260 


8 


4.5 


1.8 


265 


8 


4.8 


1.7 


270 


8 


5.1 


1.6 


275 


8 


5.4 


1-5 


AAA 

260 


8 


5.8 


1.4 


285 


8 


6.2 


1.3 


AAA 

290 


8 


6.6 


1.2 




Q 
O 




i 1 
i.i 


300 


8 


7.4 


1-1 


305 


8 


7.9 


1.0 


310 


8 


8.5 


0.9 


315 


8 


9.1 


0.9 


320 


8 


9.7 


0-8 


325 


8 


10.4 


0.8 1 


330 


8 


11.2 


0.7 


335 


8 


12.1 


0.7 


340 


8 


13.0 


0.6 


345 


8 


14.1 


0.6 


350 


8 


11.5 


0.5 
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Distance between first and 
second bus bars 


Width of passive 
(non-heatabte) zone 


Width of active 
(heatable) zone 


Ratio (surface area 

passive 
zone/surface area of 
aajaceni acnve 
zone) 


IVnnVl 


\\. in iij 


TmrnT 
unnij 






a 
o 




n s 




D 






ODO 


D 






o/O 


o 


1 o.o 




375 


ft 


lO-O 




nnn 

360 


© 






ODE 




2^ 1 


0.3 


390 


6 


26.4 


0.2 


395 


6 


30.6 


0.2 


400 


6 


36-0 


0.2 


405 


$ 


43.5 


0.1 


410 


6 


54.3 


0.1 


415 


6 


71.6 


0.1 


420 


6 


103.1 


0.1 


425 


6 


179.4 


00 


430 


6 


628.2 


0.0 
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15 



As shown in Fig. 2, when a voltage of 42 Volts is applied to the glazing 
the heat generated remains substantially constant at the portion of the glazing panel 
comprising active and passive zones. 

In the embodiment of Fig. 3, a glazing panel (32) comprises bus bars 
(33,34), interspaced active zones (36, 38, 40, 42) and passive zones (37, 39, 41), the 
bus bar (34) being provided with steps (35) along part of its length, in this case along 
, part of the length where the bus bars (33, 34) diverge. 

Fig 4, shows an application of the invention with respect to a 
windscreen or rear screen in which bus bars (43,44) diverge at at least one portion 
along their lengths, in this embodiment between a central portion (45) of the glazing 
panel which is provided with interspaced active zones (50, 52) and passive coated 
zones (49, 51, 53) and each of the external portions (46,47) of the glazing panel 
comprising a single active coated zone. The bus bars (43, 44) are arranged for 
connection via a single connector (48) exiting from the glazing panel (as may also be 
the case with other embodiments) with a portion of bus bar (44) running along a 
non- coated portion on the glazing adjacent to a side edge of the glazing panel. This 
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embodiment may be particularly useful when the glazing panel is provided with a 
non-coated portion (54), or for example a data transmission window to facilitate 
transmission of communication signals. 

Fig. 5 shows a grazing panel of substantially irregular shape (61) 
S comprising spaced bus bars (66, 67), which has an acute angle a (65) formed by the 
lower edge (62) of the glazing panel and by the tangent (63) to a side edge (64). 

Fig. 6 shows an application of the Invention with respect to a rear side 
window of a vehicle (70) of substantially triangular shape in which bus bars (71, 72) 
diverge at at least one portion along their lengths, which portion is provided with 
10 Interspaced active zones (74, 76, 78, 80, 82) and passive coated zones (73, 75, 77, 
79, 81). 
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CLAIMS 

1. An electrically heatable glazing panel comprising, a substrate, a 
substantial^/ transparent, electrically conductive coating layer and spaced first and 
second bus bars, in which at least part of the coating layer Is adapted to be 
electrically heatable via the spaced first and second bus bars, in which the first and 

5 second bus bars diverge at at least one portion along their lengths, and in which the 
coating layer comprises a plurality of zones comprising at least 

i) A first passive coated zone, which is adapted to be 
substantially non-heatable electrically; and 

ii) A first active coated zone which is adapted to be 
10 electrically heatable* 

2. An electrically heatable glazing panel according to claim 1 in 
which the coating layer Is divided into a plurality of zones comprising at least: 

i) A first passive coated zone, which is adapted to be 
substantially non-heatable electrically; and 
15 if) A first active coated zone which is adapted to be 

electrically heatable; and 

ill) A second passive coated zone which is adapted to be 
substantially non-heatable electrically. 

3. An electrically heatable glazing panel according to any preceding 
20 claim in which the first active zone is adjacent to the first passive zone. 

4. An electrically heatable glazing panel according to any preceding 
claim in which the active and passive zones are delimited by one or more 
substantially insulating zone boundaries. 

5. An electrically heatable glazing panel according to claim 4 in 
25 which the one or more zone boundaries is provided by non-coated portions of the 

glazing panel. 

6. An electrically heatable glazing panel according to any of claims 1 
to 5 in which the active and passive zones are provided in the form of strips having 
substantially parallel sides along their lengths. 
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7. An electrically heatable glazing panel according to any preceding 
claim in which at least one passive zone has a width of less than 20 mm. 

8. An electrically heatable glazing panel according to any of claims 3 
to 7 in which the width of at least one active zone is less than or equal to ten times 

5 tiie width of its adjacent passive, 

9- An electrically heatable glazing panel according to any preceding 
claim in which the first bus bar is provided at an upper edge of the glazing panel and 
fine second bus bar is provided at a lower edge of the glazing panel. 

10. An electrically heatable glazing panel according to any preceding 

10 claim comprising a first glazing portion positioned between the fast and second bus 
bars and having at least one active coated zone and an adjacent passive coated zone, 
a second glazing portion positioned between the first and second bus bars at a 
position at which the distance between the bus bars is greater than the distance 
between the bus bars at the first glazing portion, the second glazing portion having at 

15 least one active coated zone and an adjacent passive coated zone, and in which the 
ratio (surface area of the passive coated zone/ the surface 'area of the adjacent active 
coated zone) at the first glazing portion is greater than that at the second glazing 
portion. 

11- An electrically heatable glazing panel according to any of claims 4 
20 to 10 in which the one or more zone boundaries have a width of less than 150 /xttu 

12. An electrically heatable glazing panel according to any preceding 
claim In which at least 50% of the surface area of the coating layer comprises active 
coated zones. 

13. An electrically heatable gla2ing panel according to any preceding 
25 claim in which the coating layer is a solar control coating layer. 

14. An electrically heatable glazing panel according to any preceding 
claim In which the coating layer has a resistance comprised between 2 and 25 
ohms/square. 

15. An electrically heatable glazing panel according to any preceding 
30 claim in which the substrate is a glass sheet and in which the coating layer is 

provided at a surface of the glass sheet 
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16. An electrically beatable glaring panel according to any of claims 
Ito 15 in which the coating layer is provided on a flexible sheet, notably a PET sheet, 
which forms part of the glazing panel. 

17. An electrically beatable glazing panel according to any preceding 
5 claim in which the glazing panel is thermally toughened. 

18. An electrically beatable glazing panel according to any preceding 
claim in which the glazing panel is laminated. 

19. An electrically beatable glazing panel according to any preceding 
claim in which the glazing panel is an automotive side window. 

10 20. An electrically heatable glazing panel according to any preceding 

claim in which the glazing panel has at least one acute angle. 

21. An electrically heatable glazing panel according to claim 20 in 
which the glazing panel is of substantially triangular shape. 

22. An electrically heatable glazing panel according to any preceding 
15 claim in which the variation in temperature across the active and passive coated 

zones is less than 15°C when a voltage is applied across the coating layer via the first 
and second bus bars and after the glazing panel has reached equilibrium conditions 
with its surroundings, the surroundings being at room temperature- 
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ABSTRACT 



Heatable glazing panel 



The present invention relates to an electrically heatable glazing panel 
comprising a substantially transparent, electrically conductive coating layer which is 
adapted to be electrically heatable and is divided into a plurality of zones. 

The glazing panel according to the invention is preferably a side 
window which may be used for de-misting or de-icing purposes. 
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